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(57) [Abstract] 
[Constitution] 

Including decoration layer and adhesive resin which consist of 
resin film, the resin component which is included in said 
decoration layer in sheet for decoration whichpossesses 
adhesive layer which becomes, ionomer resin N solubility 
parameter sheet Q for decoration which becomes from resin 
of at least 1 kind which is chosen from thegroup where acrylic 
resin and solubility parameter under 10 consist of 
polyurethane resin under 10 substantially 

[Effect(s)] 

uniform external appearance and sheet for decoration which 
can give regeneration polyolefin resin material 
whichpossesses mechanical strength which is superior was 
offered even with when the polyolefin resin material which 
sheet decoration is done is done regeneration that way. 



[Claim(s)] 
[Claim 1] 

Including decoration layer and adhesive resin which consist of 
resin film, in the sheet for decoration which possesses 
adhesive layer which becomes, 

resin component which is included in said decoration layer 
ionomer resin > solubility parameter sheeto for the 
decoration which becomes from resin of at least 1 kind which 
is chosen fromgroup where acrylic resin and solubility 
parameter under 10 consist of polyurethane resin under 10 
substantially 

[Claim 2] 

sheet 0 for decoration which is stated in Claim 1 where resin 
component which is included in aforementioned adhesive 
layer becomes from polyolefin type pressure sensitive 
adhesive or acrylic pressure sensitive adhesive substantially 

[Claim 3] 

sheet decoration which possesses sheet for decoration which 
is stated in Claim 1 which is provided on substrate and 
surface which consistof polyolefin resin material, polyolefin 
resin material 0 which is done 

[Claim 4] 

sheet decoration which is stated in Claim 3 step© powder 
fragment which polyolefin resin material whichis done 
powder fragment is done stepo which polyolefin resin 
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Specification 
[0001] 

flWlcS'-hBBStifctfyfru^vBBtf 

[0002] 

[ft&CD&ffi] 

•>-HK»**U »«*B»l=+4Ctizj:tJB 
[0003] 

#y*U7-f>BB*t»ttBRTBtt'C*y, B 

BBat»±atfiw«iB( , j*-f^iU)"r*ci 
■jim$ju->*t-.m4. BB«aa>»$«e>-rc 

[0004] 

#U*U7*:/»B*ma>ll±ld\ B 

to 

-fifths B»XI4»«ifflv-H4»«<btt» 
Cjfc&tt#«J*U7-r>«BttfM:0> 

7-f>«B*t»*-t<D**»»r4i:«B*-C 
*0>fcto. WtittfcJKU^U^-fXiBttttli 



material which is donemelting and is kneaded polyolefln resin 
material which is melted sheet decoration which;includes step 
which forms recycling methodo of polyolefln resin material 
which is done 



[Description of the Invention] 
[0001] 

[Field of Industrial Application] 

As for this invention, being stuck by surface of polyolefln 
resin material mainly, thisway of sheet* for decoration which 
is used polyolefln resin material* and sheet decoration which 
sheet decoration are done it regards recycling method of 
polyolefm resin material which isdone. 

[0002] 

[Prior Art] 

polyolefin resin material widely is used as part of vehicle, 
household electrical appliance and various OAequipment. 

surface coating is done with paint, or sheet decoration is done 
with sheet for decoration, commercial value is raised by 
making fine appearance satisfactory. 

coating or it can use to bumper and side protector of for 
example automobile, the material like polypropylene which 
sheet decoration is done. 

[0003] 

polyolefin resin material with thermoplasticity , regeneration 
and reuses waste part like part and poor goods which are 
removed from discarded vehicle both (recycle ) ispossible . 

recycle * system promotes energy conservation of 
environmental protection* and industry by factthat quantity 
of waste is decreased. 

[0004] 

regeneration of polyolefin resin material generally, includes 
step which waste part which recovers melting and is kneaded. 



Generally, paint or decoration as for sheet including 
thermosetting resin, asfor these it is lacking in affinity and 
compatibility of polyolefln resin material. 

Therefore, when coating or polyolefin resin material which 
sheet decoration is done ismelted that way impurity of 
insolubility and low dispersibility occurs in the resin. 

Because of that, polyolefin resin material which regeneration 
is done external appearance being the nonuniform , is inferior 
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to mechanical strength. 
[0005] 

step which removes other* paint or decoration sheet from 
surface of polyolefin resin material being complicated, when 
other way it uses this step before regeneration process, causes 
high cost of polyolefin resin material which regeneration is 
done. 

[0006] 

This way, because polyolefin resin material which 
regeneration is done from untilrecently is low quality and 
high cost demand is low, recycle * system has problem that is 
difficult to be formed. 

[0007] 

sheet for decoration is disclosed concretely in for example 
Japan Unexamined Patent Publication Showa 57-150566 
disclosure* Japan Unexamined Patent Publication Showa 6 
1- 237635 disclosure* Japan Unexamined Patent Publication 
Showa 6 2- 55128 disclosure* Japan Unexamined Patent 
Publication Showa 6 2- 75581 disclosure* Japan 
Unexamined Patent Publication Showa 6 4- 185 disclosure* 
Japan Unexamined Patent Publication Hei 1- 256582 
disclosure and the Japan Unexamined Patent Publication Hei 
5-278168 disclosure etc. 

But, these have not considered utilization to recycle * system. 
[0008] 

[Problems to be Solved by the Invention] 

As for this invention being something which solves 
above-mentioned conventional problem, purpose, uniform 
external appearance and is to offer sheet for decoration which 
can give regeneration polyolefin resin material which 
possesses mechanical strength which is superioreven with 
when polyolefin resin material which sheet decoration is done 
is done regeneration that way. 

[0009] 

[Means to Solve the Problems] 

As for this invention, including decoration layer and adhesive 
resin which consist of resin film, resin component which is 
included in said decoration layer in sheet for decoration which 
possesses adhesive layer which becomes, ionomer resin* 
solubility parameter beingsomething which offers sheet for 
decoration which becomes from the resin of at least 1 kind 
which is chosen from group where acrylic resin and solubility 
parameter under 10 consist of polyurethane resin under 10 
substantially, Above-mentioned objective is achieved with 
especially. 
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[0011] 
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[0012] 

BBBtt« **i#*ma>»BlcRit&*ifc» 

BBBtt. -Rl^ «B&tfBfi«*-r««B 
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[0013] 

* 80%Ja±,»Blz» 85%JSl±,»lC»BlZ 
(* 90%J5l±"efc4 o 

£&lC£y.B 10cmx^| 5cmx 15$ 1mm 0)*° 

y*u7-r>«B*t»^bft*KB^icfci%r 
BBUdrofcft. 

[0014] 

*^-«B.»»tt/^-**< I0*B0)T 
*yju»Batf»Btt/<5>-*i< io*ata>7K 
y^U*>«Bfr&fc*»fr&Blrth*d>*<fc 
1 1 flT*&£ 0 



[0010] 

In this specification, "adhesive resin " with, tackiness is 
shown by or heating with the ambient temperature, resin 
which can become adhesive is. 

As for those which show tackiness with ambient temperature 
you call pressure sensitive adhesive and (As for these also 
"adhesive " is called. ), as for those which show tackiness by 
heating you call the heat sensitive adhesive. 

In addition, "adhesive layer " with, tackiness is shown by or 
heating with ambient temperature ? article being attached and 
sheet for decoration glue and layer which can is. 

[0011] 

Regarding to this invention, with desirable embodiment, as 
for resin component which is included in above-mentioned 
adhesive layer it becomes from the polyolefin type pressure 
sensitive adhesive or acrylic pressure sensitive adhesive 
substantially. 

[0012] 

As for decoration layer, when it can provide that in surface of 
materialcommercial value is raised by making fine 
appearance of material satisfactory. 

decoration layer generally, configuration is done with resin 
film which possesses pattern and coloration. 

resin component which is used for decoration layer is 
thermoplastic resin which is superiorin dispersibility to in 
polyolefin resin material, it is desirable . 

When with polyolefin resin material it is melted, because 
mechanical strength of uniform external appearance and 
reuseable level is granted to regeneration polyolefin resin 
material. 

[0013] 

mechanical strength of reuseable level usually 85% or more, 
especially is 90% or more 80%or more, ideally ideally 
vis-a-vis breaking strength of original polyolefin resin 
material. 

"breaking strength " referred to here is value which was 
measured in test piece which consists of polyolefin resin 
material of vertical 10 cm X side 5 cm X thickness 1 mm with 
Dupont type impact test method. 

[0014] 

Especially desirable resin ionomer resin* solubility 
parameter is at least 1 kind which is chosenfrom group where 
acrylic resin and solubility parameter under 10 consist of the 
polyurethane resin under 10 in order to use for decoration 
layer. 
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'So 

[0017] 
[0018] 
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[0019] 
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[0015] 

In this specification "solubility parameter " with, P. A. X 
Marl (Small ), J. Appl. Chem., Volume 3, 7th 1 page, 
1953 yean is statedsystem of X Marl which 

solubility parameter=d:si G/M 

It is a property value which is decided by [In Formula, as for 
M at unit child quantity of the polymer, as for d with density 
of polymer, as for G it is a constant of peculiar in atom group 
which polymer configuration isdone. ]. 

[0016] 

ionomer resin which it can use for ideal with this invention, 
ethylene andthe;al and the;be -unsaturated carboxylic acid 
crosslinking doing copolymer with metal ion, is resin which is 
acquired. 

Desirable;al and;be -unsaturated carboxylic acid is acrylic 
acid and methacrylic acid. 

You can list to desirable copolymer , cthylene-acrylic acid 
copolymer, ethylene-methacrylic acid copolymer and/or, 
ethylene-acrylic acid-methacrylic acid copolymer. 

Desirable metal ion is zinc ion and sodium ion. 

[0017] 

Because this kind of ionomer resin, with polyolcfin resin 
material being melted, when beingmixed, holds down 
viscosity of molten mixture low, it is dispersed by the uniform 
in polyolefin resin material, external appearance and intensity 
of regeneration polyolefin resin material increase. 

[0018] 

As for ionomer resin, in regeneration polyolefin resin material 
is contained at quantity of 1 0.0 weight % or less, especially 
5.0 weight % or less is desirable. 

Therefore, in order to become this content, thickness of 
decoration layer isdecided is ideal . 

10.0 When it exceeds weight%. external appearance of 
regeneration polyolefin resin material becomes the 
nonuniform, mechanical strength deteriorates. 

If it is a other, 5.0 weight % or less, it can possess breaking 
strength of original polyolefin resin material and same extent. 

[0019] 

It can use also polyurethane resin for ideal for decoration 
layer of sheet for decoration. 

It is ideal polyurethane resin, to be dispersed by uniform in 
polyolefin resin material in order to make easy, not to include 
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curing agent substantially, topossess thermoplasticity. 
[0020] 

solubility parameter polyurethane resin under 10 especially is 
desirable. 

Because acting effect which is similar to ionomer resin is 
played. 

solubility parameter 9.7 or less, especially is 8.9 or less 
ideally ideally. 

When solubility parameter is 10 or more, external appearance 
of regeneration polyolefin resin material becomes 
nonuniform,mechanical strength deteriorates. 

[0021] 

As for polyurethane resin, in regeneration polyolefin resin 
material is contained at quantity of!5.0 weight % or less* 
especially 10.0% weight or less is desirable. 

Therefore, in order to become this content, thickness of 
decoration layer isdecided is ideal . 

15.0 When it exceeds weight%, external appearance of 
regeneration polyolefin resin material becomes the 
nonuniform, mechanical strength deteriorates. 

If it is below other. 10.0% weight , it can possess breaking 
strength of original polyolefin resin material and same extent. 

[0022] 

It can use also acrylic resin for ideal for decoration layer of 
sheet for the decoration. 

"acrylic resin " With, with this specification, polymerizing 
acrylic monomer of 50 weight% at least,it is a resin which 
substantially does not possess tackiness with the ambient 
temperature which becomes. 

"It does not possess tackiness substantially. " With, extent 
tackiness which you cannot use as pressure sensitive adhesive 
is low,you say . 

homopolymer and copolymer, and acrylic monomer of 
acrylic monomer and copolymer etc of copolymerizable 
monomer other than acrylic monomer are included in acrylic 
resin . 

[0023] 

for example ethyl acrylate. butyl acrylate. acrylic acid -2- 
ethylhexyk isooctyl acrylate. acrylonitrile. methyl 
methacrylate. methacrylic acid and acrylic acid etc can be 
used as acrylic monomer which in order tomanufacture 
acrylic resin it can use for ideal with this invention. 
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As copolymerizable monomer other than acrylic monomer, 
you can list olefin monomer, vinyl monomer and the 
styrenic monomer, etc concretely, there is a ethylene, 
propylene, butene. vinyl acetate and a styrene etc. 

[0024] 

It is ideal acrylic resin, to be dispersed by uniform in 
polyolefln resin material inorder to make easy, not to include 
curing agent substantially, to possess thermoplasticity. 

[0025] 

solubility parameter acrylic resin under 10 especially is 
desirable. 

Because acting effect which is similar to ionomer resin is 
played. 

solubility parameter 9.4 or less, especially is 8.6 or fewer 
ideally ideally. 

When solubility parameter is 10 or more, external appearance 
of regeneration polyolefm resin material becomes 
nonuniform,mechanical strength deteriorates. 

[0026] 

As for acrylic resin, in regeneration polyolefm resin material 
is contained at quantity of 1 0.0 weight % or less, especially 
5.0 weight % or less is desirable. 

Therefore, in order to become this content, thickness of 
decoration layer isdecided is ideal . 

10.0 When it exceeds weight%, external appearance of 
regeneration polyolefm resin material becomes the 
nonuniform, mechanical strength deteriorates. 

If it is a other. 5.0 weight % or less, it can possess breaking 
strength of original polyolefm resin material and same extent. 

[0027] 

decoration layer from multiple layers is good even with 
composite film which configuration is done. 

Generally, this kind of composite film sequential clearcoat 
layer which islaminated, consists of colored layer and 
supporting layer from above. 

[0028] 

according to need it provides in order supporting layer offers 
mechanical strength and the background color to sheet for 
decoration, to support colored layer. 

colored layer in order to grant coloration and character, 
design, signal etc provides in surface of supporting layer. 
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And, clearcoat layer in order to grant external appearance 
which has staining and loss prevention of colored layer, 
improvement and gloss of antiweathering agent provides in 
surface of colored layer. 

[0029] 

clearcoat layer, colored layer and supporting layer can be 
done, becomingindependent, configuration from resin for 
above-mentioned decoration layer.but configuration it does 
with resin of same kind, it is desirable. 

Because external appearance and mechanical strength of 
regeneration polyolefin resin material especially 
becomesatisfactory. 

[0030] 

colored layer seems like pigment and coloring which usually 
is used isincluded. 

Ideally, it is a shiny flaky pigment like metal powder; and 
mica powder like inorganic pigment; carbon black; aluminum 
powder like organic pigment; titanium dioxide like 
phthalocyanine type pigment and quinacridone type pigment 
as coloring. 

Especially ideally, it is a organic pigment like phthalocyanine 
type pigment and quinacridone type pigment. 

[0031] 

As for colorant, contains at quantity of 5 - 100 parts by 
weight, especially30 - 70 parts by weight vis-a-vis resin 1 00 
parts by weight of colored layer is desirable. 

When content of coloring is under 5 parts by weight, dye 
uptake decreases. 

When it exceeds 1 00 parts by weight, external appearance of 
regeneration polyolefin resin material becomes 
nonuniform,mechanical strength deteriorates. 

[0032] 

adhesive layer is provided on rear surface of decoration layer, 
possesses thefunction which locks sheet for decoration in 
surface of the polyolefin resin material. 

adhesive layer configuration is done with resin which 
possesses tackiness generally with preferably „ ambient 
temperature. 

[0033] 

resin which is used for adhesive layer is thermoplastic resin 
which is superiorin dispersibility to in polyolefin resin 
material, it is desirable . 

When with polyolefin resin material it is melted, because 
mechanical strength of uniform external appearance and 
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[0036] 

li, -tro^^'Jv— © Tg fr'itlxtoiSi^/^ 

-(ttittf 15 deg C Bl±)£\ *©***'.>■?- 
© Tg tftt&MfitHflJ*.!* 0 deg C jfc;!)^ 

[0037] 
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^v***;u-7*'J;uis:? : ^u-7? l j;uB£&« 

[0038] 

7^'j;US®E14«»Sl]$7;U5-0A 



[0039] 
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reuseable level is granted to regeneration polyolefin resin 
material. 

[0034] 

Especially desirable resin is acrylic pressure sensitive 
adhesive or polyolefin type pressure sensitive adhesive in 
order touse for adhesive layer. 

Therefore adhesion strength for polyolefin resin material 
satisfactory is. 

[0035] 

acrylic pressure sensitive adhesive, with this specification, 
polymerizing acrylic monomer of 50 weight% atleast, is resin 
which possesses tackiness with ambient temperature 
whichbecomes. 

homopolymer and copolymer* and acrylic monomer of 
acrylic monomer and copolymer etc of copolymerizable 
monomer other than acrylic monomer are included in acrylic 
pressure sensitive adhesive . 

[0036] 

When acrylic monomer of 2 kinds or more is polymerized, 
monomer where Tg of homopolymer is high relatively (for 
example 1 5 deg C or greater ) with, copolymer of (Under for 
example 0 deg C ) monomer where Tg of homopolymer is 
low relatively is desirable. 

Because this copolymer is superior in adhesion strength. 
[0037] 

Especially desirable acrylic pressure sensitive adhesive is 
isooctyl acrylate-acrylic acid copolymer* butyl 
acrylate-acrylic acid copolymer and isooctyl acrylate-butyl 
acrylate-acrylic acid copolymer. 

[0038] 

In addition, acrylic pressure sensitive adhesive crosslinking 
also it is ideal with ion of metal like aluminum to do. 

High adhesion strength where it confronts goods to be kept 
over long period,because solvent resistance of adhesive layer 
increases. 

In addition because, as for these, with polyolefin resin 
material being melted, whenbeing mixed, because you hold 
down viscosity of molten mixture low, fromdispersion of 
copolymer in polyolefin resin material to become uniform, it 
can raise external appearance and intensity of regeneration 
polyolefin resin material easily. 

[0039] 
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As for acrylic pressure sensitive adhesive, in regeneration 
polyolefin resin material is contained at quantity of 1 5 
weight % or less, especially 10 weight % or less is desirable. 

Therefore, in order to become this content, thickness of 
adhesive layer isdecided is ideal . 

When it exceeds 15% weight, external appearance of 
regeneration polyolefin resin material becomes 
nonuniform,mechanical strength deteriorates. 

If it is a other* 1 0 weight % or less, original polyolefin resin 
material almost it can possess breaking strength of the same 
extent. 

[0040] 

polyolefin type pressure sensitive adhesive, with this 
specification, polymerizing olefin monomer of 50 weight% 
atleast, is resin which possesses tackiness with ambient 
temperature whichbecomes. 

homopolymer and copolymer, and olefin monomer of olefin 
monomer and copolymer etc of copolymerizable monomer 
other than olefin monomer are included in olefin pressure 
sensitive adhesive . 

[0041] 

You can list the;al -olefin as olefin monomer which in order 
to manufacture polyolefin type pressure sensitive adhesive it 
can use for ideal with this invention, concretely, there is 
1-butene. 1-pentene. 1-hexene. 1-heptene. 1-octene. 
1-nonene. 1-decene. 1-undecene. 1-dodecene. 1- 
tridecene. 1- tetradecene. 1 - penta decene and I 
-hexadecene etc. 

As copolymerizable monomer other than olefin monomer, 
you can list acrylic monomer, vinyl monomer and the 
styrenic monomer etc. 

[0042] 

The;al of polymer, carbon number 4- 1 6 which consists of 
atactic polypropylene -olefin the;al of the carbon number 
4- 1 6 of homopolymer. 2 kinds or more you can list to 
desirable polyolefin type pressure sensitive adhesive , 
copolymer towhich -olefin includes copolymer, and these 
polymer as main skeleton. 

[0043] 

As for polyolefin type pressure sensitive adhesive, in 
regeneration polyolefin resin material is contained at quantity 
of 1 5 weight % or less, especially 1 0 weight % or less is 
desirable. 

Therefore, in order to become this content, thickness of 
dh i 1 i d id d i id 1 
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[0044] 

tt»tt**IO#*«(*. «Ett»3t*J 100 S 
«HC»LT, #£L<li5-ioo«ggfi(7)ffiH. 
ft|C#$L<l* 30-70 MggpCDKHT'&^o 



[0045] 
[0046] 

it. SJ*Ha>*ii±lc3tfell, 



[0047] 

^»j*-fX7-f;uA(«»Ki6i:T«ili 



[0048] 



adhesive layer isdecided is ideal . 

When it exceeds 1 5% weight, external appearance of 
regeneration polyolefin resin material becomes 
nonuniform,mechanical strength deteriorates. 

If it is a other* 10 weight % or less, original polyolefin resin 
material almost it can possess breaking strength of the same 
extent. 

[0044] 

Is possible also fact that according to need tackifier is made to 
include to the adhesive layer . 

content of tackifier, is range of preferably 5-100 parts by 
weight and range of particularly preferably 30-70 parts by 
weight vis-a-vis pressure sensitive adhesive 100 parts by 
weight. 

[0045] 

It can produce sheet for decoration, by on rear surface of 
decoration layer providing adhesive layer with conventional 
layer-forming expedient. 

[0046] 

When decoration layer sequential clearcoat layer which is 
laminated, it is a composite film which consists of colored 
layer and supporting layer from above, sheet for decoration, it 
provides adhesive layer on rear surface of supporting layer 
flrst,making use of conventional layer-forming expedient, it 
can draw up after that, colored layer % and clearcoat layer 
with printing means like screen printing providing on surface 
of supporting layer. 

[0047] 

Without providing supporting layer, it is possible also to make 
sheet for decoration of this invention. 

On for example pre size film (according to need stripping 
agent on main element surface application release property 
film which is done), clearcoat layer is provided making use of 
conventional layer-forming expedient, colored layer is 
provided on that. 

After that, on colored layer, adhesive layer is provided 
making use of conventional layer-forming expedient, sheet for 
decoration is obtained lastly pre size bypeeling off. 

[0048] 

sheet for decoration which does not have supporting layer to 
be thin,because it is light, quantity which is mixed in 
regeneration polyolefin resin material becomes trace, it is 
ideal. 

Regarding sheet for this kind of decoration, containing 
1 i i dh i I i 
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£81114. -«(=(*, «*. 
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coloring evenin adhesive layer, it can. 

With especially, color of colored layer furthermore becomes 
vivid. 

[0049] 

In addition, it is possible to provide sublimed layer of metal, 
alloy * or the metal oxide between adhesive layer and colored 
layer . 

Because sublimed layer includes material which it is difficult 
to dispersein regeneration polyolefin resin material relatively, 
under usually 0.1 ;mu m, it is providedideally with thickness 
under 0.05;mu m. 

[0050] 

As for colored layer component in order to form colored 
layer, generally, resin component, colorant andit is 
manufactured by mixing additive which usually, is used, 
makinguse of dispersion equipment ball mill, sand mill and 
3 -roll mill way. 

Containing organic solvent, aqueous medium and boundary 
surfactant etc appropriately with the objective of dispersibility 
improvement and viscosity decrease, it can in colored layer 
component . 

[0051] 

colored layer component which is manufactured to suitable 
viscosity is formed to colored layer by printing means like 
coating means, or screen printing like bar coating, roll 
coating and extrusion die coating. 

[0052] 

clearcoat layer component in order to form clearcoat layer 
generally, ismanufactured by mixing resin component. 

Containing organic solvent, aqueous medium and boundary 
surfactant etc appropriately with the objective of viscosity 
decrease, it can in clearcoat layer component . 

clearcoat layer is formed in same way as colored layer. 

[0053] 

supporting layer, generally, formation and for example 
extrusion molding doing resin component, uses film which is 
acquired that way, but in same way as colored layer and 
clearcoat layer, it manufactures supporting layer component 
which is manufactured to suitable viscosity, it is good forming 
application or by printing this. 

[0054] 

adhesive layer is formed by extrusion coating, and 
1 i i ki f h h b i d T di 
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laminating making use of the notch bar coating and T-die etc 
of paint which includes the adhesive etc of adhesive layer 
which is manufactured separately. 

[0055] 

Forms sheet for decoration of this invention, in thickness of 
30 -400;mu m, especially 50 - 200;mu m is desirable. 

When thickness of sheet for decoration exceeds 400;mu m, 
the body of sheet for decoration becoming too strong, 
lamination work becomes difficult. 

In addition, when sheet of meat pressure where thickness 
exceeds 400;mu m is used for wide surface area, external 
appearance and mechanical strength of regeneration 
polyolefin resin material deteriorate. 

thickness under 30;mu m, body becoming too low, after all 
the lamination work becomes difficult. 

[0056] 

. Forms adhesive layer, in thickness of 20 - 50;mu m s 
especially 30 -40;mu m is desirable. 

When under 20;mu m adhesion strength decreases, exceeds 
50;mu m whensticking sheet for decoration, adhesive 
protruding from surrounding edge of sheet, external 
appearance is made bad. 

[0057] 

Forms clearcoat layer, in thickness of 5 - 100:mu m. 
especially 10 -50;mu m is desirable. 

Under 5;mu m protective function is not shown, when it 
exceeds 100;mu m,body of sheet for decoration becoming too 
strong, lamination work becomes difficult. 

[0058] 

Forms colored layer, in thickness of 5 - 50;mu m, especially 
10- 30;mu m is desirable. 

Under 5;mu m dye uptake becomes insufficient, when it 
exceeds 50;mu m, colored layer on supporting layer or 
adhesive layer partially step when itis provided becomes 
large, clearcoat layer is formed becomesdifficult. 

In addition, when it is formed from paint to which colored 
layer includes solvent, drying becomes difficult. 

[0059] 

Forms supporting layer, in thickness of 20 - 150;mu iru 
especially 25 -I00;mu m is desirable. 

Under 20;mu m formation of colored layer becomes difficult, 
when itexceeds 150;mu m, body of sheet entirety becoming 
too strong, the lamination work becomes difficult. 
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[0060] 

After forming sheet for decoration, liner (release paper ) is 
kept in the adhesive surface of adhesive layer, it is desirable . 

Because of this, until sheet for decoration is stuck to surface 
of goods main body, between, adhesive layer can be protected 
from staining and loss etc. 

[0061] 

Various additive are added to each resin layer which sheet for 
the decoration of this invention configuration is done, in range 
which does notexceed conventional amount used, it is 
possible . 

You can list for example ultraviolet absorber and antioxidant 
etc. 

[0062] 

polyolefin resin material which sheet decoration is done is 
acquired sheet for decoration of this invention by providing 
on surface of substrate which consists of polyolefin resin 
material. 

[0063] 

"polyolefin resin " With, with this specification, polymerizing 
olefin monomer of 50 weight% at least jt is a resin which 
substantially does not possess tackiness with the ambient 
temperature which becomes. 

homopolymer and copolymer, and olefin monomer of olefin 
monomer and copolymer etc of copolymerizable monomer 
other than olefin monomer are included in polyolefin resin . 

[0064] 

powder fragment it does polyolefin resin material which this 
sheet decoration is done, that way.melting and kneads and, 
and regeneration it is done by forming for thesccond time, can 
be reused. 

Furthermore regeneration polyolefin resin material which is 
superior in intensity is acquired the polyolefin resin material 
which sheet decoration is not done by adding appropriately in 
the recycle step. 

[0065] 

Example of embodiment where sheet for decoration of this 
invention isdesirable is shown below. 

[0066] 

sheeto for decoration where resin component where clearcoat 
layer, resin component which is included in colored layer and 
supporting layer becomes from ionomcr resin substantially, is 
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[0067] 
[0068] 

3m»lc£*;rx«ttffiiS#i<7-f sjv 
WffiA^SRMlcfty. S*Jllc£$*i£tt{|g 

[0069] 
[0070] 

»8B^&Se*Wlctey % led* tt*«BB 
rt#A<7^y;u*«Ett»»a!l^b|gH6«ilc 

[0071] 

**ti4»ffirt»A<7^y;u3R8Etttt»a 
[0072] 

;^«t4/N°5>-^A< io^3l(D7tx 0 y^u^>^Bg 
fr**Jtttlcfcy % J£ttJII=£$*i6Wej£# 
*<7^U;u*«E14}S»#JA^S6H»lcft4SI 
v-ho 



[0073] 

*RWlz&y % «»llcd*ti4»iBfiE»A<7 



included in adhesive layer becomes from polyolefin type 
pressure sensitive adhesive substantially 

[0067] 

sheeto for decoration where resin component where clearcoat 
layer, resin component which is included in colored layer and 
supporting layer becomes from ionomer resin substantially, is 
included in adhesive layer becomes from acrylic pressure 
sensitive adhesive substantially 

[0068] 

clearcoat layer and resin component which is included in 
colored layer become from ethylene-acrylic acid copolymer 
substantially, sheeto for decoration where resin component 
where resin component which is included in supporting layer 
becomes from ionomer resin substantially, is included in 
adhesive layer becomes from acrylic pressure sensitive 
adhesive substantially 

[0069] 

sheeto for decoration where resin component where clearcoat 
layer, resin component which is included in colored layer and 
supporting layer solubility parameter becomes from 
polyurethane resin under 10 substantially, is included in 
adhesive layer becomes from acrylic pressure sensitive 
adhesive substantially 

[0070] 

sheeto for decoration where resin component where clearcoat 
layer, resin component which is included in colored layer and 
supporting layer solubility parameter becomes from acrylic 
resin under 10 substantially, is included in adhesive layer 
becomesfrom acrylic pressure sensitive adhesive substantially 

[0071] 

sheeto for decoration where resin component where clearcoat 
layer and the resin component which is included in colored 
layer become from ionomer resin substantially, are included 
in adhesive layer becomes from acrylic pressure sensitive 
adhesive substantially 

[0072] 

sheeto for decoration where resin component where clearcoat 
layer and the resin component which is included in colored 
layer solubility parameter become from polyurethane resin 
under 10 substantially, are included in adhesive layer 
becomes from acrylic pressure sensitive adhesive 
substantially 

[0073] 

sheeto for decoration where resin component where clearcoat 
layer and the resin component which is included in colored 
layer solubility parameter become from acrylic resin under 10 
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[0074] 

[jmkm 

aTfl!)S8J6«icj:y*«w*a?&icji(*Micitt 

[0075] 

[«1] 



substantially, are included in adhesive layer becomes from the 
acrylic pressure sensitive adhesive substantially 

[0074] 

[Working Example(s)] 

this invention furthermore is explained concretely with 
Working Example below,but this invention is not limited in 
these. 

[0075] 

Working Example 1 
[Table 1] 



m 








S 


Layer 


sheet component for decoration 


Quantity 








clearcoat layer ionomer resin ("Hi-Milan 1705 " Dupont-Mitsui Chemical Co. ) 


100 parts by 
weight 




(TTfrX*/*— A-U*yKE2B70j^rXh4±) 


lOOaSSB 25 


colored 
layer 


ethylene - acrylic acid copolymer ("pre "7 call 5980 " Dow Chemical Co. ) red 
color pigment ("Hostapal A *red E2B70 " Hoechst Company ) 


1 00 parts by 
weight 25 parts by 
weight 




7£u;u&ffiEttffiEfiiJ (rsKy-rvi 502Fsjsgw<b^tt)7;u5-^A*L/ 




lOOfiggp 1fi 
fiffli 


adhesive 
layer 


acrylic pressure sensitive adhesive ("SK Daine 1502FS " Soken Chemical & 
Engineering Co. Ltd. (DB 69-065-9164 ) corporation) aluminum chelate 
crosslinking agent ("M5A " Soken Chemical & Engineering Co. Ltd. (DB 
69-065-9164 ) corporation) 


1 00 parts by 
weight I part by 
weight 



^;UArGS50jUmJCO±lC^ i ic^-f^u^ 

to±\z s mmm±\zyy^f\-^^Lxwi 
t>*itzmmmtiLto£?$*-b+&zt\zMm 

£ 30 U m 0)ft»Ji£»rtLfc o 



[0076] 

On Teijin make polyethylene terephthalate pre size film 
"GS50 ;mu m clearcoat layer of thickness 50 ;mu m 
wasformed by die extrusion molding doing clearcoat layer 
component which is shown in the Table 1 . 

On that, colored layer of thickness 10 ;mu m was formed by 
notch barcoat doing colored layer component. 

On that, notch barcoat doing on release paper, it formed 
adhesive layer of the thickness 30 ;mu m by laminating 
adhesive layer component which is provided. 

sheet for decoration was acquired lastly pre size by peeling 
ff 
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v-h£f#fc 0 
[0077] 

-;u j840jioo »£*tttJj*»T5ci:(::«fcy, if 

15cm xflt 7cmxJ?£ 5mm CDfctttf'J^Pt? U 
[0078] 

f»&*Lfc»fflffli/-h*« 10cm x fi| 5cm |Z« 
[0079] 

SAL. 230 deg C Icfclvf 5 »(H;l«Lfco 

Stt4b$«ttbffi&M$ffil\tS lOcmxti 5cm 
xff3? 1mm ICfiE»Lr.2.5 M*%CD^t$fflv 



[0080] 



[0081] 

*fc. 53U^PSLfcv-h^S|i$*xfc7K';^Pt 0 

U>»Jtttfi£« 25mm |Z«»tU 23 deg 
C ffifcblg 60%<D«ttT-C 48 ftMttSLfc, 



rucT-iooj£ffli*r*]Jiifta lso'&tffjjsa 

S 300mm/»a>*fr-e«»»*aiSLfc. 



2.1 lkg/25mm T*fcofc„ 

[0082] 

Sffifll2 

[S2] 



off. 
[0077] 

platelet polypropylene resin substrate of vertical 1 5 cm X side 
7 cm X thickness 5 mm was produced other. Mitsui 
Chemicals Inc. (DB 69-056-7037 ) supplied polypropylene 
"Hipol J840 " by injection molding doing 100 parts. 

[0078] 

sheet for decoration which it acquires was cut off in vertical 10 
cm X side 5 cm, in surface of polypropylene resin substrate 
adhesive layer wasdesignated as under, making use of 
squeegee polypropylene resin material which sheet decoration 
is done was acquired by pressure bonding doing. 

[0079] 

sheet decoration which it acquires powder fragment it did 
polypropylene resin material which is donemaking use of 
mill, next, threw to kneader, 5 min it kneadedin 230 deg C. 

kneaded substance making use of injection molding machine, 
forming in vertical 10 cm X side 5 cm X thickness 1 mm, it 
acquired regeneration polypropylene resin material of platelet 
which contains the sheet component for decoration of 2.5 
weight%. 

[0080] 

external appearance of regeneration polypropylene resin 
material was not a agglomerate and it was a uniform. 

Next, breaking strength of regeneration polypropylene resin 
material was measured due to Dupont type impact test 
method. 

When retention rate of breaking strength for breaking strength 
of original polypropylene resin material was calculatedit was 
106%. 

[0081] 

In addition, sheet decoration which is manufactured 
separately it cut off the polypropylene resin material which is 
done in width 25 mm, 48 -hour left under environment of 
temperature 23 deg C, relative humidity 60%. 

After that, adhesion strength was measured with condition of 
stripping angle 180 ° and the peeling rate 300 mm/min 
making use of Orientech Corporation (DB 69-607-3550 ) 
supplied tensile tester "UCT-100 

Result was 2.1 1 kg/25 mm. 

[0082] 

Working Example 2 
[Table 2] 
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1 






m 


Layer 


sheet component for decoration 


Quantity 






clearcoat layer ethylene - acrylic acid copolymer ("pre "7 call 5980 " Dow Chemical 
corporation) 


100 parts by 
weight 




(r*X$/*— A-UyKE2B70j^Xr4±) 


lOOfiSSfl 25 

ass? 


colored 
layer 


ethylene - acrylic acid copolymer ("pre *7 call 5980 " Dow Chemical Co. ) red 
color pigment ("Hostapal ix *red E2B70 " Hoechst Company ) 


100 parts by 
weight 25 parts by 
weight 






lOOBfiSB 


supporting 
layer 


ionomer resin ("Hi-Milan 1705 " Dupont-Mitsui Chemical Co. ) 


100 parts by 
weight 


mmm 




lOOfiMSfl Ifi 


adhesive 
layer 


acrylic pressure sensitive adhesive ("SK Daine 1 502FS " Soken Chemical & 
Engineering Co. Ltd. (DB 69-065-9164 ) corporation) aluminum chelate 
crosslinking agent ("M5A " Soken Chemical & Engineering Co. Ltd. (DB 
69-065-9164 ) corporation) 


100 parts by 
weight 1 part by 
weight 



[0083] 

izLxmz 30/i m o&nmz mm Ltz 0 

a— h+iztlzMJH io/im <r> 
3tfe)I*»dtLfc. 

[0084] 

#J l tmmizLX % 2.5 «ft%0)36«Bffli/-hflt 



[0083] 

First, supporting layer film of thickness 50 ;mu m was formed 
by T-die extrusion molding doing supporting layer component 
which is shown in Table 2. 

adhesive layer of thickness 30 ;mu m was formed on rear 
surface of this supporting layer film to similar to Working 
Example 1. 

Next, colored layer of thickness 10 ;mu m was formed by 
notch barcoat doing colored layer component on surface of 
supporting layer film. 

On that, clearcoat layer of thickness 10 ;mu m was formed by 
notch barcoat doing clearcoat layer component, sheet for 
decoration was acquired. 

[0084] 

Other than thing which uses sheet for decoration which 
itacquires regeneration polypropylene resin material of 
platelet which contains sheet component for decoration of 2.5 
weight% with as similar to Working Example 1, was 
manufactured, external appearance and mechanical strength 
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[0085] 

itttm^UztZbs L84kg/25mm T?feofco 
[0086] 



t*3] 

£'J*-If x^uv-r^uls&M^tt ioo 
mass 

(r^g^zi— ;U5980j^ ^•'rs^utt) 

*&■ x^u>-t^uju»*«*» ioo mm 
*fe»i» 25 u« 

(r*x* / <— A • Uu/K E2 B70j^*Xh*±) 



evaluation were done. 

external appearance was not a agglomerate and with uniform . 
retention rate of breaking strength for breaking strength of 
original polypropylene resin material was 90%. 

[0085] 

In addition, at point where also adhesion strength of sheet for 
the decoration measured to similar to Working Example 1 , 
they were 1 .84 kg/25 mm. 

[0086] 

Working Example 3 
[Table 3] 

sheet content for layer decoration 

clearcoat layer ethylene-acrylic acid copolymer 1 00 parts by 
weight 

("pre "7 call 5980 " Dow Chemical corporation) 

colored layer ethylene-acrylic acid copolymer 100 parts by 
weight 

("pre -7 call 5980 " Dow Chemical Co. ) 

red color pigment 25 parts by weight 

("Hostapal A *red E2 B70 " Hoechst Company ) 



£81 




lOOMffi 


supporting 
layer 


ionomer resin ( M Hi-Milan 1705 " Dupont- Mitsui Chemical Co. ) 


100 parts by weight 




tf'J a -^U^>SSE14JSSiiP](r^U^7 L >j3Ma) 




100MMB 


adhesive layer 


poly ;al -olefin pressure sensitive adhesive ("polio ^ ten" 3 M 
corporations) 


100 parts by 
weight 



[0087] 

\tmmm 2 tmrniztx. \oi* m o^'j-v 

-M. J¥£ I0ju mOm&m. &$25lim<D3ift 
[0088] 



[0087] 

Other than thing which uses sheet component for decoration 
which is shownin Table 3 clearcoat layer of thickness 10 ;mu 
m, supporting layer of the colored layer, thickness 25 ;mu m 
of thickness 10 ;mu m and sheet for decoration 
whichpossesses adhesive layer of thickness 30 ;mu m were 
acquired with assimilar to Working Example 2. 

[0088] 

Other than thing which uses sheet for decoration which 
itacquires regeneration polypropylene resin material of 
platelet which contains sheet component for decoration of 2.5 
weight% with as similar to Working Example 1, was 
manufactured, external appearance and mechanical strength 
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[0089] 

Mtltm^LtztZb. 1.25kg/25mm-efcofco 

[0090] 

HJS0I4 

[«4] 



evaluation were done. 

external appearance was not a agglomerate and with uniform . 
retention rate of breaking strength for breaking strength of 
original polypropylene resin material was 100%. 

[0089] 

In addition, at point where also adhesion strength of sheet for 
the decoration measured to similar to Working Example 1, 
they were 1.25 kg/25 mm. 

[0090] 

Working Example 4 
[Table 4] 



Jf 




a 




Layer 


sheet component for decoration 


Quantity 


f'J*-! »«ftt/^-5r4<9.7-efc 4?KU^U*>«IB (rx'J-x;UUE322 
Oj ZL'TMi) 


100MS6S 


clearcoat layer solubility parameter 9.7 polyurethane resin which is ("Eliter UE3220 " 
Unitika Ltd. (DB 69-053-7741 ) corporation) 


100 parts by weight 


5§£Jf 


20ji-^*tt) ^feSII4 (r*X$/*-A-l^;/KE2B70j^*Xh 
tt) 


lOOaSSiS 25figgfl 


colored 
layer 


solubility parameter 9.7 polyurethane resin ("Eliter UE3220 " Unitika 
Ltd. (DB 69-053-7741 ) corporation) red color pigment which is 
("Hostapal A *red E2B70 " Hoechst Company ) 


100 parts by weight 25 parts 
by weight 




20}ZL-*M±) 


loomssu 


supporting 
layer 


solubility parameter 9.7 polyurethane resin which is ("Eliter UE3220 " 
Unitika Ltd. (DB 69-053-7741 ) corporation) 


100 parts by weight 


mmm 


7^U;uSSEttJSSffl (rSK$V>1 502FSj«BHb^tt)TJU5 
-•>A*l/-h««»(rM5Aj«»fc*tt) 




1O0SfiSU 


adhesive 
layer j 


acrylic pressure sensitive adhesive ("SK Daine 1502FS " Soken 
Chemical & Engineering Co. Ltd. (DB 69-065-9164 ) corporation) 
aluminum chelate crosslinking agent ("MSA " Soken Chemical & 
Engineering Co. Ltd. (DB 69-065-9164 ) corporation) 


1 00 parts by 
weight I part 
by weight 



m 4 \z7Ft%fbmi'-t*mft&mi^zt&ift 

\tmt&W 2 tmtik\ZLX % J¥£ 10/i m 0>£'J V 
-».a*10/lm(&»feE.«*30nma>£}# 



Other than thing which uses sheet component for decoration 
which is shownin Table 4 clearcoat layer of thickness 10 ;mu 
m, supporting layer of the colored layer, thickness 30 ;mu m 
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mawr 30^ m a&mmttt&mtom's 

[0092] 

« i mmzLz. 2.5 as%(7)ggsfflv-h/iE 



OXSftSli I06%t?&ofc„ 
[0093] 

(Si, 8ff&fflS/-h<DttBr8Kli 1.40kg/25 mm X* 
[0094] 

[*S] 

*T^u;u*»M iooMSSB 

(r/^D^KB44jn— A -7>K-/\— X*±) 

472WU*»ffi lOOMfigp 

(T/^QYK B44JD— A -7>K-/\-X|t) 



of thickness 10 ;mu m and sheet for decoration 
whichpossesses adhesive layer of thickness 30 ;mu m were 
acquired with assimilar to Working Example 2. 

[0092] 

Other than thing which uses sheet for decoration which 
itacquires regeneration polypropylene resin material of 
platelet which contains sheet component for decoration of 2.5 
weight% with as similar to Working Example 1, was 
manufactured, external appearance and mechanical strength 
evaluation were done. 

external appearance was not a agglomerate and with uniform , 
retention rate of breaking strength for breaking strength of 
original polypropylene resin material was 106%. 

[0093] 

In addition, at point where also adhesion strength of sheet for 
the decoration measured to similar to Working Example 1, 
before exfoliation occurs, the sheet for decoration broke, it 
was a unmeasureable. 

Furthermore break strength of sheet for decoration was 1 .40 
kg/25 mm. 

[0094] 

Working Example 5 
[Table 5] 

sheet content for layer decoration 
clearcoat layer solubility parameter 9.4, & 
i> acrylic resin 100 parts by weight 
("Paraloid B44 " Rohm and Haas Co. ) 
colored layer solubility parameter 9.4, & 

acrylic resin 100 parts by weight 
("Paraloid B44 " Rohm and Haas Co. ) 



red color pigment 



25 parts by 
weight 



Hostapal A *red E2 
B70j>v*XM±) 



B70jHoechst Company) 
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K-/\-Xtt) 






supporting 
layer 


soiuDuiry parameter y.4 acrylic resin wrticn is ( raraloid B44 Rohm and Haas 
Co. ) 


100 parts by 
weight 




mmm 


7*'j;u»«Ett«»*j (rsK^-oi 502FSjSW<b^tt)7;u=-^A^u 

-KSE«#J(rM5Aj»Wft*tt) 




1 ooMSSfn 


adhesive 
layer 


acrylic pressure sensitive adhesive ("SK. Daine 1502FS " Soken Chemical & 
Engineering Co. Ltd. (DB 69-065-9164 ) corporation) aluminum chelate 
crosslinking agent ("M5A " Soken Chemical & Engineering Co. Ltd. (DB 
69-065-9164 ) corporation) 




100 parts by 
weight 1 part 
by weight 


[0095] 


[0095] 









« 5 lc*-r«ttffl*>-hfiR»*ffll^4CtBin 

mris^ 30 um (Dtsmm^timnm^ 

[0096] 



[0097] 

(Si , Sfitfflv-h0)«Bfi3$JS(* 0.52kg/25mm "0 



Other than thing which uses sheet component for decoration 
which is shownin Table 5 clearcoat layer of thickness 10 ;mu 
m, supporting layer of the colored layer, thickness 30 ;mu m 
of thickness 10 ;mu m and sheet for decoration 
whichpossesses adhesive layer of thickness 30 ;mu m were 
acquired with assimilar to Working Example 2. 

[0096] 

Other than thing which uses sheet for decoration which 
itacquires regeneration polypropylene resin material of 
platelet which contains sheet component for decoration of 2.5 
weight% with as similar to Working Example 1, was 
manufactured, external appearance and mechanical strength 
evaluation were done. 

external appearance was not a agglomerate and with uniform , 
retention rate of breaking strength for breaking strength of 
original polypropylene resin material was 100%. 

[0097] 

In addition, at point where also adhesion strength of sheet for 
the decoration measured to similar to Working Example 1, 
before exfoliation occurs, the sheet for decoration broke, it 
was a unmeasureable. 

Furthermore break strength of sheet for decoration was 0.52 
kg/25 mm. 



[0098] 


[0098] 




mmm 6 


Working Example 6 




[a 6] 


[Table 6] 




m 




a 


Layer 


sheet component for decoration 


Quantity 
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•f'J^-Jf »*tt/<5*-*J&<9.7-e& &W)t\s*l>mm (rx'J-^;UUE3220j =L-^ 
*tt) 




clearcoat layer solubility parameter 9.7 polyurethane resin which is ("Eliter UE3220 " Unitika Ltd. 
(DB 69-053-7741 ) corporation) 


100 parts by 
weight 




ti) (r^X^/^-A-b^KE2B70j^Xhtt) 


lOOaJISG 25 
MS 


colored 
layer 


solubility parameter 9.7 polyurethane resin ("Eliter UE3220 " Unitika Ltd. (DB 
69-053-7741 ) corporation) red color pigment which is ("Hostapal lx *red E2B70 " 
Hoechst Company ) 


1 00 parts by 
weight 25 parts by 
weight 


mmm 


7*WUS«EttS»« (rSKy-f >1 502FSj«Wfc¥»)T;U5-*A*|y- 

h««iH(rM5AjflnHb9tt) 




lOOSfiSJ 1 

MSJJ 


adhesive 
layer 


acrylic pressure sensitive adhesive ("SK Daine 1502FS " Soken Chemical & 
Engineering Co. Ltd. (DB 69-065-9164 ) corporation) aluminum chelate crosslinking 
agent ("M5A " Soken Chemical & Engineering Co. Ltd. (DB 69-065-9164 ) 
corporation) 


1 00 parts by 
weight 1 part 
by weight 



a 6 iz*?mmmis-h!&ft£m^z>ztvm 
teUffiflj i tmmzLXsW-Z lo/zmcD^g-v 



[0100] 

1 tmmzLX. 2.5 »*%<D8ttfflv-hfit 



[0101] 

»ttfflv— ha)»R5iSI4 1.20kg/25mmT? 

[0102] 

HJ5S#J7 



[0099] 

Other than thing which uses sheet component for decoration 
which is shownin Table 6 clearcoat layer of thickness 10 ;mu 
m, colored layer of the thickness 10 ;mu m and sheet for 
decoration which possesses adhesive layer of thickness 
30 ;mu m were acquired with as similar to Working Example 
1. 

[0100] 

Other than thing which uses sheet for decoration which 
itacquires regeneration polypropylene resin material of 
platelet which contains sheet component for decoration of 2.5 
weight% with as similar to Working Example 1, was 
manufactured, external appearance and mechanical strength 
evaluation were done. 

external appearance was not a agglomerate and with uniform , 
retention rate of breaking strength for breaking strength of 
original polypropylene resin material was 1 1 8%. 

[0101] 

In addition, at point where also adhesion strength of sheet for 
the decoration measured to similar to Working Example 1, 
before exfoliation occurs, the sheet for decoration broke, it 
was a unmeasureablc. 

Furthermore break strength of sheet for decoration was 1 .20 
kg/25 mm. 

[0102] 

Working Example 7 
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[a 7] 

O'W-m il«tt/«7>-W9.4ffe 
£7?MJl<&«tlji 100 MSG 



[Table 7] 

sheet content for layer decoration 
clearcoat layer solubility parameter 9.4. fe 
•5 acrylic resin 1 00 parts by weight 
("Paraloid B44 " Rohm and Haas Co. ) 



»£■ 


mM&'Ut-ttfQAVfoZTWfr&mm 100«a«(r/^n-fKB44jP- 
A-7>K-/N-Xtt) 25SfiSP(r^X^/N°-A-U^KE2B70j^^Xh 
tt) 




colored 
layer 


solubility parameter 9.4 acrylic resin 100 parts by weight ("Paraloid B44 " Rohm and 
Haas Co. ) red color pigment 25 parts by weight which is ("Hostapal A *red E2B70 " 
Hoechst Company ) 




7*U JUS«Ett«»*l (rSK^V>1 502FSj»BHfc*!tt)7JU5-^ A+U-h 


1 OOfigSH 


adhesive 
layer 


acrylic pressure sensitive adhesive ("SK Daine 1 502FS " Soken Chemical & 
Engineering Co. Ltd. (DB 69-065-9164 ) corporation) aluminum chelate crosslinking 
agent ("M5A " Soken Chemical & Engineering Co. Ltd. (DB 69-065-9164 ) 
corporation) 


100 parts by 
weight 1 part 
by weight 



[0103] 



[0104] 



106%T'$>ofc o 

[0105] 



ft . v-KD«Br5iKI* 0.45kg/25mm T? 

fcofco 



[0103] 

Other than thing which uses sheet component for decoration 
which is shownin Table 7 clearcoat layer of thickness 10 ;mu 
m, colored layer of the thickness 10 :mu m and sheet for 
decoration which possesses adhesive layer of thickness 
30 ;mu m were acquired with as similar to Working Example 
1. 

[0104] 

Other than thing which uses sheet for decoration which 
itacquires regeneration polypropylene resin material of 
platelet which contains sheet component for decoration of 2.5 
weight% with as similar to Working Example 1, was 
manufactured, external appearance and mechanical strength 
evaluation were done. 

external appearance was not a agglomerate and with uniform , 
retention rate of breaking strength for breaking strength of 
original polypropylene resin material was 1 06%. 

[0105] 

In addition, at point where also adhesion strength of sheet for 
the decoration measured to similar to Working Example 1, 
before exfoliation occurs, the sheet for decoration broke, it 
was a unmeasureable. 

Furthermore break strength of sheet for decoration was 0.45 
kg/25 mm. 
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[0106] 

itmm i 

[ft 8] 



[0106] 

Comparative Example I 
[Table 8] 



1 




m 




Layer 


sheet component for decoration 


Quantity 


10J 


I W \S —f- pt4 (J \J 


clearcoat layer solubility parameter 10.2 polyurethane resin which is ("Eliter UE3210 
" Unitika Ltd. (DB 69-053-7741 ) corporation) 


1 00 parts by weight 


ftfiJI 


*»tt/<5/-*#1 0.2-Cfc4*'J«>U*>«8B (ri'J— TVUUE3 
210ji=^*a)*fe»» (r*X$/<-A-UyKEB70j'N**h 
tt) 




colored 
layer 


solubility parameter 10.2 polyurethane resin ("Eliter UE3210 " Unitika 
Ltd. (DB 69-053-7741 ) corporation) red color pigment which is 
("Hostapal A *red EB70 " Hoechst Company ) 


100 parts by weight 25 pans 
by weight 




210ja-T^±) 


lOOMffi 


supporting 
layer 


solubility parameter 10.2 polyurethane resin which is ("Eliter UE3210 " 
Unitika Ltd. (DB 69-053-7741 ) corporation) 


100 parts by weight 




72'J;U«SEtttt*JW (rSKjf-f >1 502FSj«»ft*tt)7;US 
=^A*U-h«**l(rM5Aj|»»Mt«t) 




1 OOSSSfl 


adhesive 
layer 


acrylic pressure sensitive adhesive ("SK. Daine 1502FS " Soken 
Chemical & Engineering Co. Ltd. (DB 69-065-9164 ) corporation) 
aluminum chelate crosslinking agent ("M5A " Soken Chemical & 
Engineering Co. Ltd. (DB 69-065-9164 ) corporation) 


100 parts by 
weight 1 part 
by weight 



[0107] 

ttSUKM 2 £f5)tilcLT.JI£ 10/imCD^U^ 
-1 , » $ 1 0 v m CD^fiJf , JJ£ 30/i m CD £J# 
S&tfJ¥£ 30 //m (D»»l**-r4«lltfflv 

[0108] 

m i <tn«icLr,2.5 mmvoomtibmis-hfit 



[0107] 

Other than thing which uses sheet component for decoration 
which is shownin Table 8 clearcoat layer of thickness 10 ;mu 
m, supporting layer of the colored layer* thickness 30 ;mu m 
of thickness 10 ;mu m and sheet for decoration 
whichpossesses adhesive layer of thickness 30 ;mu m were 
acquired with assimilar to Working Example 2. 

[0108] 

Other than thing which uses sheet for decoration which 
itacquires regeneration polypropylene resin material of 
platelet which contains sheet component for decoration of 2.5 
weight% with as similar to Working Example 1, was 
manufactured, external appearance and mechanical strength 
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ifu>«nB*t»«)a«st*(=»-r*««5i« 

(Officii 88%T'&o/=o 
[0109] 



(Si, Sttffli'-hattff&gl* l.l5kg/25mm-e 
[0110] 

?-a;U™PE-190j£ffil**:. 

10*1 m ©?'JV-S. *'J^U4i>»**#t?'f 
10jum(D»feS.^b 
eiiUSWMJ^&ftiW* 50*/ m <7)3tJ#@& 
tf7*y;U*BEtt»BMW&&*J** 30 <i m 



[0111] 

fcHflHcl/C, 2.5 M%<DgtSfflv-h)£tt£ 



©ft&^li 78%T*fcofco 
[0112] 

»*4»»ISLfctC5, 1.82kg/25mm "efcofc. 



[0113] 

t&wroaaii] 



1996-10-15 

evaluation were done. 

resin component of sheet for decoration had not dispersed 
external appearance, to uniform, agglomerate was observed, 
retention rate of breaking strength for the breaking strength of 
original polypropylene resin material was 88%. 

[0109] 

In addition, at point where also adhesion strength of sheet for 
the decoration measured to similar to Working Example I, 
before exfoliation occurs, the sheet for decoration broke, it 
was a unmeasureable. 

Furthermore break strength of sheet for decoration was 1.15 
kg/25 mm. 

[0110] 

Comparative Example 2 

sheet "Scotch cull™PE-190 " for decoration which is 
marketed from 3 M corporationswas used. 

This clearcoat layer of thickness 10 ;mu m which consists of 
thermosetting polyurethane resin, has supporting layer of 
thickness 50 ;mu m which consists of colored layer* vinyl 
chloride resin of thickness 10 ;mu m which consists of ink 
composition which includes the polyurethane resin and 
adhesive layer of thickness 30 ;mu m which consists of the 
acrylic pressure sensitive adhesive. 

[0111] 

Other than thing which uses sheet for this decoration 
regeneration polypropylene resin material of platelet which 
contains sheet component for decoration of 2.5 weight% with 
assimilar to Working Example I, was manufactured, external 
appearance and mechanical strength the evaluation were done. 

resin component of sheet for decoration had not dispersed 
external appearance, to uniform, agglomerate was observed, 
retention rate of breaking strength for the breaking strength of 
original polypropylene resin material was 78%. 

[0112] 

In addition, at point where also adhesion strength of sheet for 
the decoration measured to similar to Working Example 1, 
they were 1.82 kg/25 mm. 

[0113] 

[Effects of the Invention] 

uniform external appearance and sheet for decoration which 
can give regeneration polyolefin resin material 
whichpossesses mechanical strength which is superior was 
offered even with when the polyolefin resin material which 
sheet decoration is done is done regeneration that way. 
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